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It can even serve as a basis for economical work, because
owing to its covering" capacity it may be employed very
thin, its consumption in the second and third coats not
exceeding 65 grammes of liquid paint per square metre,
whilst white zinc always exceeds 100 grammes under
the same conditions. At first sight lithopone ground in
oil does not look well, it seems to want body and to
throw out its oil, but once prepared as a liquid paint by
rational mixings it behaves as well as may be desired.
Evidently it has not the properties of white lead, as
regards mellowness and adherence. But neither has it
the practical drawbacks of white zinc, over which it
scores as regards covering power, drying, and hardening";
'as to its whiteness it can be compared with those of the
most beautiful whites of another nature.